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Title of the Invention: 

Formation process of insulation oxide film and 
semiconductor device having the same 

Abstract 

[Object] To provide a process for forming axi insulation 
oxide film having a high Isolation voltage and small leakage 
current and permitting injection of a large electric charge 
amount and also to provide a semiconductor device having an 
insulation oxide film having a high isolation voltage and small 
leakage current and permitting injection of a large electric 
charge amount. 

[Constitution] The process for forming an insulation oxide 
film according to the present invention comprises heating a 
semiconductor substrate in a weakly oxidizing gas atmosphere 
composed of an inert gas, water and hydrogen free radicals or a 
weakly oxidizing gas atmosphere composed of an inert gas, 
water, hydrogen free radicals and hydrogen, thereby forming an 
insulation oxide film on the surface of said substrate. The 

semiconductor devic e according to the present invention 

comprises an insulation film formed by the above-described 
process. 
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[Claims] 

[Claim 1] A process for forming an insulation oxide film, 
vdiich comprises heating a semiconductor stibstrate in a weakly 
oxidizing gas atmosphere composed of an inert gas, water and 
hydrogen free radicals or a weakly oxidizing atmosphere 
coinposed of an inert gas, water, hydrogen free radicals and 
hydrogen, thereby forming the insulation oxide film on a 
surface of said substrate, 

[Claim 2} A process according to claim 1, wherein said 
weakly oxidative gas has been formed by bringing a gas laixture 
of the inert gas, oxygen and hydrogen into contact with a 
catalyst having hydrogen activating action. 

[Claim 3] A process according to claim 2, wherein said gas 
mixture contains hydrogen at a concentration of at least twice 
as much as that of oxygen . 

[Claim 4] A process according to any one of claims 1 to 3 , 
wherein said weakly oxidative gas contains water at a 
concentration ranging from 1 ppb to 10%. 

[Claim 5] A process according to claim 4, wherein said 
weakly o xidativ e gas -contains water at a concentration ranging 
from 1 ppm to 1%. 
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[Claim 6} A process according to any one of claims 1 to 5, 
wherein the insulation oxide film is formed at a ten^erature 
not greater than 105 Qoc. 

[Claim 7] A process according to claim 6, wherein the 
insulation oxide film is formed at a temperature within a range 
of from 500 to 1000°C. 

[Claim 8] A process according to any one of claims 2 to 7, 
wherein the gas mixture and the catalyst are brought into 
contact at 200 to 600«C. 

[Claim 9] A semiconductor device comprising an insulation 
oxide film formed in a process as claimed in any one of claims 
1 to 8. 

[Claim 10] A semiconductor device according to claim 9, 
wherein said insulation oxide film is a gate oxide film of an 
MOS semiconductor. 

[Detailed Description of the Invention] 
[0001] 

[Field of the Invention] The present invention relates to a 
process for forming an insulation oxide film and in particular, 
relates to a proce ss \^ich is capable of formin g an lngulahir>Ti 
oxide film having excellent insulation properties in a weakly 



oxidizing atmosphere using an inert gas, water and hydrogen 
free radicals (and selectively, hydrogen) , 
[0002] 

[Background Art] The below-described techniques are Icnown as a 
conventional process for fabricating a semiconductor device 
having an oxide film formed on a semiconductor substrate 
thereof . 

[0003] 1) Dry oxidation technique: 
A technique for forming an oxide film in a 100% oxygen 
atmosphere . 

[0004] 2) Wet oxidation technique: 
A technique for forming an oxide film by using a gas 
mixture of oxygen and water obtained by subjecting hydrogen to 
combustion in an oxygen atmosphere of at least 700 and 
generating water vapor . 

[OOOS] Both of the above-described conventional techniques, 
that is, dry oxidation technique and wet oxidation technique 
are however accompanied with problems. Described specifically, 
the oxide film formed in accordance with either one of these 
processes lias the following problems: 
low isolation voltsige, 
(D a large leakage current, and 
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d) a large electric charge amount to be injected • 
[0006] 

[Problems to be Solved by- the Invention] With the above- 
described conventional problems in view, the present invention 
has been completed. An* object of the present invention is to 
provide a process for forming an insulation oxide film, which 
is capable of forming, on a semiconductor substrate, an 
insulation oxide film vrtiich has a high isolation voltage and a 
small leakage current and permits injection of a large electric 
charge amount. 

[0007] Another object of the present invention is to 
provide a semiconductor device having an insulation oxide film 
having a high isolation voltage and a sma.ll leakage current and 
permitting injection of a large electric charge amount - 

[0008] 

[Means for Solving the Problems] In one aspect of the present 
invention, there is thus provided a process for forming an 
insulation oxide film, which comprises heating a semiconductor 
substrate in a weakly oxidizing gas atmosphere composed of an 

inert gas, -water-and-hydrogen-free-radrcals- or"a~we 

oxidizing atmosphere composed of an inert gas, water, hydrogen. 
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free radicals and hydrogen, thereby forming the insulation 
oxide film on a surface of said substrate. 

[0009] In another' aspect of the present invention, there is 
also . provided a semiconductor device having an insulation oxide 
film -fonned in accordance with the above-described process. 

[0010] 

(Functions] The effects of the present invention will next be 
described together with the findings and the like obtained upon 
completion of the present invention. 

[0011] .The present inventor fundamentally checked the 
conventional oxide film forming techniques and tried to find a 
cause for the following drawbacks: 

® a low isolation voltage, 

(D a large lealcage current, and 

d) a small electric charge amount to be injected. 

[0012] As a result of various e^tperiments conducted in 
repetition, the inventor came to think that the Isolation 
voltage, leakage current and electric cliarge amount to be 
injected are affected by an oxidation rate upon formation of an 
insulation oxide film. Based on such an idea, many experime^s 
were carried out furthermore. As a result, it has been 
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confirmed that a good Insulation oxide film, that is, an 
insulation oxide film having a large isolation voltage and a 
small leakage current and permitting injection of a large 
electric charge amount is not available at a high oxidation 
rate. 

[0013] It is presumed, on the other hand, that in the 
conventional pxidation techniques, oxidation under an oxygen- 
excessive atmosphere brings about a high oxidation rate, which 
causes the above-described drawbacks ® to (D. 

[00141 The present inventor repeated experiments based on 
the above-described presumption and confirmed that the above- 
described defects can be overcome simultaneously by forming an 
oxide film in a weakly oxidizing gas atmosphere composed of an 
inert gas, water and hydrogen free radicals or a weakly 
oxidizing atmosphere composefl of an inert gas^ water, hydrogen 
free radicals and hydrogen - 

[0015] It is not essentially elucidated why the above-- 
described defects can be overcome by the formation of an oxide 
film in such a gas atmosphere. A proper oxidation rate is 
however ! presumed JtA-be^brought-^about by^^^ _ 
excessive amount of oxygen and reducing action of hydrogen free 
radicals . 
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[0016] Moreover, the action of the inert gas is not clear, 
but judging from the fact that the above-described properties 
of the insulation oxide film are not always improved imder the 
absence of an inert gas, the inert gas is presumed to 
contribute to the adjustment of the oxidation rate. 

[0017] Incidentally, the hydrogen free radicals liave also 
effects for terminating a dangling bond existing in the 
semiconductor and such action also contributes to an 
in5)rovement in the properties of the insulation oxide film, 

[0018] 

[Mode for Carrying out the Invention] The examples of the 
present invention will hereinafter be descried. 

[0019] (Wea]cly oxidative gas) In the present invention, it 
is preferred to use a weakly oxidative gas formed by bringing a 
gas mixture of an inert gas,, oxygen and hydrogen into contact 
with a catalyst having hydrogen activating action." 

[0020] An apparatus for forming such a gas is illustrated 
in FIG. 1 and details of it will be described later. 

[0021] It should be noted that the water content in the 
weakl y oxid ative gas pre ferabl y falls within a range of ^rom 1^ 
ppb to 10%, with a range of from 1 ppm to:l% being more 
preferred. At water contents not less than 1 ppb, an oxide 
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film having excellent properties can be formed in a short time. 
At water contents not greater than 10%, an insulation oxide 
film having still more improved properties can be formed. 
Particularly, water contents within a range of 1 ppm to 1% 
bring about a marked improvement in current-voltage 
characteristics . 

[0022] • (Tentperature for forming an insulation oxide film) 
The temperature for the formation of an insulation oxide- film 
is preferably 1050«C or less, with a range of from 500 to 
1000*'C being more preferred. When the teinperature exceeds 
1050»C, it happens to be difficult to form a thin oxide film 
owing to a too high oxidation rate. When the temperature is 
less than 500 "C, on the other hand, it takes time to form an 
oxide film owing to a too low oxidation rate. 

[0023] (An apparatus for forming an insulation oxide film - 
an apparatus for forming a weakly oxidative gas) In the wet 
oxidation techniiaue described above as the conventional 
technique, water is generated by the combustion system wherein 
hydrogen is subjected to combustion at a temperature as high as 

SMnic ondu ctor element having an insulation 
oxide film formed thereon by the wet oxidation technique, 
however, proves to have limitation in its properties. The 
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present inventor searched a cause for it and found that 
limitation in the properties of the semiconductor device is 
caused by the involvement, in the insulating film, or adhesion/ 
on the surface of the semiconductor, of pollutants formed owing 
to the temperature of the water generating portion as high as 
about 1000 ^C. 

[0024] In the wet oxidation technique, the oxide film is 
formed using oxygen and a trace amount of water even on the 
order of a percentage. It is. difficult to control such $ trace 
amount of water and sometimes, an excess amount of water is 
generated. The present inventor foxond that such an excess 
amoiint of water adversely affects the insulation oxide film and 
imposed a limitation on the properties of the sCTiiconductor 
device . 

[0025] With a view to overcoming such problems, the present 
inventor has carried out an extensive investigation and 
developed a teclmique for generating water without generating a 
pollutant (Japanese Patent Application Laid-open No. Hei 4- 
266383) , A description will next be made of water generation 
by using the apparatus based on this technique. 

[0026] PIG. 1 illustrates one structural example of the 
water generating apparatus. 
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[0027] An oxide film forming apparatus 100 is formed of an 
oxidation furnace 101 (for example, made of stainless steel/ 
but may be made of quartz), a heater 102 for a specimen, (wafer) 
109, a gas feeding system 103 and a load lock system 104. 
Here, the load lock system 104 is not an essential component. 

[0028] First, a method to carry the specimen 109 in the 
pxldation furnace 101 will be described- The specimen is 
placed in a chamber of- the load lock system 104 .and. subjected 
to vacuum suction for reducing atmospheric, con^onents as much 

as possible. An ultrahigh purity argon gas is then introduced, 

I 

whereby the atmosphere is converted into an inert gas 
atmosphere. Then the chamber is carried in the oxidation 
furnace. Introduction of iit5)urities into the oxidation furnace 
101 is therefore reduced to the utmost and an oxide film can be 
formed in a ultra -pure atmosphere. 

10029] A description will next be made of a process for 
preparing water and hydrogen free radicals . In the gas feeding 
system 103, argon (nitrogen may be used), oj^rgen and hydrogen 
gases have been fed and each of their flow rates has been 
controlled by an MEC (mass flow controller) . Water and 
hydrogen free radicals are generated by heating a reaction tiibe 
105 (for example, made of stainless steel. A reaction tube 
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made of another material can be employed insofar as it has 
catalytic action, thereby being capable of decomposing hydrogen 
at a low temperature) of an inert gas atmosphere containing an 
oxygBn gas at any concentration to, for example, 500 "c ( a 
range of from 200 to 60 0^0 is preferred, with a range of from 
300 to SOO^C being more preferred) and adding hydrogen at any 
concentration. When hydrogen is added in an amount at least 
twice the concentration of oxygon, it is decomposed by the 
catalytic effect in the reaction tube 105 and generates water 
and hydrogen free radicals each twice the concentration of 
oxygen. For example, by the addition of hydrogen at a 
concentration of 5% relative to 0,05% of oxygen, 0.1% of water 
and hydrogen free radicals are generated. ' 

[0030] The reaction tube 105 may be filled with a catalyst 
such as fibrous nickel. Alternatively, by using the reaction 
tube 105 made of, for example, stainless steel such as SUS 316 
and having, on an inside s\irface thereof, an oxide passivation 
film composed mainly of a chromium oxide formed, hydrogen free 
radicals and oxygen free radicals can be formed readily and 
water can be generated easily owing to the catalytic action of 
the inside surface. Such an oxide passivation film may be 
formed, for example, by subjecting the inside surface of the 



12 



0£ •(! 88l£'ON 



reaction tube to complex electropolishing to Rnjax = 0.1 yim or 
less cuid then heat treating in a weakly oxidizing atmosphere 
which has an in^urity concentration of several ppb or less (for 
details, refer to Japanese Patent Application Sho 63-5389, 
Japanese Patent Application Hei 4-16377, PCT/JP92/6S9) . 

[0031]-' (Procedures for the formation of an oxide film) The . 
water and hydrogen free radicals generated as described above 
are fed, for example, as a gas mixture with argon, to the 
oxidation furnace 101 through a gas introducing port 107. 
Here, it is preferred to heat the gas in the vicinity of the 
gas introducing port 107 to 400 to 500 °C by a heater 108 which 

serves to heat the vicinity of the introducing port 107. 

j 

Heating to 400 to 500«>C makes it possible |to prevent a decrease 
in the hydrogen free radicals generated in the reaction txibe 
105, thereby effectively forming an insulation oxide film 
having more improved properties . 

[0032] The temperature of the specimen 109 may be 
controlled by the heater 102 to, for example, 800^C. As 
described above, the temperature is preferably controlled to 
lOBQoc or less , with 500 to 1000 °C being more preferred , Jflfcie,. 
oxidation temperature and a mixing ratio of water, oxygen and 
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hydrogen each can be set to a desired value. It is possible to 
use another inert gas such as nitrogen gas, instead of argon. 

[0033] 
[Examples] 

(Example 1) Examples of the present invention will next be 
described. 

[0034] The gas feeding system 103 as illustrated in PIO. 1 
having MFC 1, 2, 3, 4 and 5 was employed. in this example , an 
argon gas (Ar) , oxygen gas (O2) and hydrogen gafS (H2) were fed 
at rates of 450 cc/min, 50 cc/min and 500 cc/min from MFCl, 
MFC2 and MFCS, respectively. lOie mixture of them was fed from 
MFCS at a rate of 10 cc/min. From MFC4, an argon gas (Ar) was 
fed at a rate of 990 cc/min to the reaction tube 105. In this 
example, the reaction tube 105 made of SUS 316L and having an 
inner surface subjected to electropolishing to of 0.1 pm or 

i 

less was employed. The hydrogen gas in the reaction tube 105 
preheated to 500^C by a heater 106 was decomposed tfy catalytic 
action and reacted with o3cygen. 

[0035 1 The gas mixture containing an argon gas and also 
1000 ppm of water, hydrogen and hydrogen free radicals was fed 

to-the-oxidation- f iirnace "101~tKrough t^ ~~ 

107- In this Example, the vicinity of the gas introducing port 
107 was heated to 500«>c by a heater 108. it is needless- to say 
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that the mixing ratio of each gas can be changed. As described 
above, the temperature of the heater 106 may range from 200 to 
600«c, while that of the heater 108 may range from. 400 to 
500«*C. 

[0036] While the Ar gas was fed from the gas introducing 
port 107 and discharged from a gas discharging port 108, the 
oxidation furnace 101 {made of quartz in this example) was 
heated by the heater 102 to maintain the internal temperature 
of the furnace at BOO^C. Here, the internal temperature 
(oxidation temperature) of the oxidation furnace may fall 
within a range of from 500 to lOOO^C. 

[0037] The specimen 109 (P type (100) silicon wafer was 
employed in this example) was carried in the oxidation furnace 
101 (made of guartz in this example) by using the load loclc 
system 104. It is possible to employ an N^type silicon wafer 
instead, as the silicon wafer 109 . The present invention can 
be applied not only to silicon but also to another 
semiconductor including a compoxmd semiconductor (ex. GaAs) , 
t!ut is particularly effective for silicon. 

[0038] Oxidation was effected at 800°C (possible within a 
range of from 500 to lOOO^C) for 1 hour. In this example, an 
insulation oxide film was formed on the above-described 
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semiconductor « The insulation oxide film thus formed had a 
thickness of S.5 nm. 

[0039] On the insulation oxide film, n*-poly-Si was formed 
as an electrode, whereby an MOS diode was fabricated. Instead 
of n*-poly-Si, it is also possible to employ p*-poly-Si or a 
metal as an electrode for the MOS diode. ' 

[0040] By us.ing the MOS diode thus fabricated by the above- 
described steps, the below-described properties were studied. 

[0041] (Current-voltage characteristics) The current- 
voltage characteristics of the MOS diode were studied in order 
to detect leakage current. 

[0042] FIG. 2 illustrates current-voltage characteristics 
of the MOS diode having an oxide film formed in an inert gas 
atmosphere containing 1000 ppm of water and about 5% of 
hydrogen free radicals. 

[0043] As a coit^sarative example, the characteristics of an 
MOS diode having an oxide film formed by dry oxidation in a 
100% oxygen atmosphere are also shown in FIG. 2 That gate 
oxide film was formed to give a thickness of 5.5 nm. 

[0044] As illustrated in FIG. 2, it has been found that in 
any electric field, the current density of the specimen formed 



in this Ej^le is less than that of the specimen of the 
conparativa example, indicating that an oxide film having high 
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insulation performance can be formed selectively by carrying 
out formation in a weakly oxidizing atmosphere. 

10045] (Isolation voltage) FIG. 3 illustrates the isolation 
voltage of the MOS diode having an oxide film formed in an 
inert gas atmosphere containing 1000 ppm of water and about 5% 
of hydrogen free radicals. As a comparative example, the 
isolation voltage of an MOS diode having an oxide film formed 
l3y dry oxidation in a 100% oxygen atmosphere is also shown in 
FIG- 3. It has been found from FIG. 3 that the distribution of 
the specimens formed according to this example is more 
concentrated on a high electric field than that of the 
specimens of coniparative example, indicating that an oxide film 
having a high dielectric break(^own field can be formed by 
carrying out formation in a weakly oxidizing atmosphere. 

[0046] (TDDB characteristics) TDDB (Time Dependent 
Dielectric Breakdown) characteristics were studied in order to 
find an electric charge amount to be injected. FIG, 4 
Illustrates TDDB characteristics of an MOS diode having an 
oxide film formed in an inert gas atmosphere containing 1000 
ppm of water and about 5% of hydrogen free radicals. As a 
comparative example, the characteristics of an MOS diode having 
an oxide film formed by dry oxidation in a 100% oxygen 
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atmosphere are also shown in FiG. 4. Electric density was 
fixed at 100 mA/cm. 

[0047] As a result of comparison, it has been foimd that 
the specimen formed in this Exan<ple had a longer life, 
indicating that a highly reliable oxide film can be formed by 
carrying out formation in a weakly oxidizing atmosphere. 

[0048] In the above-described Example, the silicon 
substrate employed may be a p-type or n-type. 

[0049] The oxide film was set to have a thickness of 5.5 
nm, but similar results were obtained even if the oxide film 
thicker or thinner than that was employed. Better results were 
however brought about at the film thickness of 10 rm or less. 

[0050] (Example 2) in a similar manner to the above- 
described Example 1 except that the gas mixing ratio, that is, 
the water concentration, was changed, oxide films were foxmed. 
Their characteristics are shown in Table 1. Each of the oxide 
films was formed under similar conditions to Example 1 except 
for the gas mixing ratio, but it is possible to change the 
conditions which are variable in Example l. 
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t0051] 
[Table 1] 



Water concentration in 
an oxidation gas 


Current-voHage 
characteristics 


Isolation voltage 


TDDB 


Suifece level 
densitv 


lassthanlppb 


X 


X 


X 


X 


1 ppb • 1 ppm 


A 


A 


A 


O 


1ppm-1% 


© 


© 


© 


© 


1% to 10% 


o 


© 


© 


© 


exceeding 10% 


A 


O 


o 


A 


Conventional example 


XX 


X X 


XX 


. XX 



Curxent-Voltage Characteristics : ' 

©: Excellent O: Good A; Fair X: Boor XX: Very poor 
Isolation voltage: j 

©: Excellent O: Good A: pair X: ploor XX: Very poor 
TDDB: 

©r Excellent O: Good A: Pair X: Poor XX ; Very poor 
Surface level density: 

©: Excellent O: Good A: Fair X: Poor XX: Very poor 
[0052] 

[Advantages of the Invention] As described above, the present 
inventi-on-maJces— it-possible to selectTively^form a high- 
performance oxide film in a weakly oxidizing atmosphere so that 
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the present invention largely contributes to future ULSI device 
manufacture which requires a high-perfoxmance thin oxide film. 
(Brief Description of the Drawings] 

tFIG. 1] FIG. 1 is a schematic view illustrating an apparatus 
used in the present example. 

(FIG. 2] FIG. 2 is a graph illustrating current-voltage 
characteristics. 

fFIG. 3] FIG. 3 is a graph illustrating isolation voltage 
characteristics , 

[FIG. 4] FIG. 4 is a graph illustrating TDDB (Time Dependence 

Dielectric Breakdown) cliaracteristics . 

[Legends] 

100: Oxide film forming apparatus 

101: Oxidation furnace 

102: Heater 

103: Gas feeding system 
104; Load lock systCTi 
105: Reaction tube 
106: Heater 

107: Gas introducing port 



108: Gas discharging port 
109: Specimen (wafer) 
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iO90itM»iO2 2:, atfA^Wfx? 
A10 3t. D-Kayi^l/X-f-Al 04-C*fia*#VC 

v>4. cc:'eo-Kos^j'S/;^?Ai04i«*<Tt»*> 

[0 0 2i31 BMbQSl 0 lA^CD^lO 9<DI13- 

-sT. ia^t^iOiF^-^CQ^FtS^iAigT^ti:. 

[0 0 2 9] ?>:v^-e, 7k^s.lft!lc3R®fSHa®®a8iS5^ 
&8»^-rs. 3b-;«.ift|fti/XT'Ai0 3k:tt. 7;i/ai/ 

WjCtf, SOO-C (2 0OT=~6 0 0'CfiD*5H*«ff*O 
<. 3 0 0T:~5 0 0iC*«J:y**Uv>. ) KlnftSl 



(0O2 3] (f&»||»i:£U^iSi^-SB»b{£^'AO£^ 
1il^OStS&bT«ri£l/&'»xvhBKbS«)C 
«lt«*iiMI±B:. 7 0 0iCJ3LhCDtfflaT?*§gS««l6t 

(c^ U«fiNii»bBS%^eStL>tii!9(4^o4$&^itl&ff 

y h»{baffiic»vN-ca;, 7iciH6^ajfiDaa[*'i!9 10 0 



40 ai£(iD2«J'Xhg%!»r1'aci:U:J:U. tt§Rii£<!>2€o~ 

0. 0 5%i:^L-CftI^u:)!MI|«£5%S»lirfS2:. 

0. l%<7)7K^4:7i<?StfDfSttajS^"'?*S« 

[0 0 3 0] £tje^i o5i^(cit. M^tf. tseii 

fc. iSOSVlOafe, «A.tf, SUS3l6*t*ffl^T- 
50 .^itLQ^ChA^-ee. 3icj>&eSi^9&&«i^S:2: 
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5 

♦IBBBB63-5 3 8 9-9-. *SIH¥4-16 3 77-9-, P 
CT/Jpg2/6 9 9-g-) . 

[0031] mejmm-m msssreiHg^i^s 

i; LTJtfJ^at^P 10 7 *'6BWt#f 1 0 1 »£|ttt4ti. 

i«Aai0 73Sff«:llliRf«3&ftOllDf!(« 
1 0 8 K J: U *r:^5An 1 0 7i£ff C0;!f ;^ $ 4 0 0 ~ 5 
0 0t:iCjl8R't4j:i:;4t»4Lv^. 4 0 0~5 0 0'Ci: 

' [0 0 3 2] 8i^l0 8oaKt±.^iKffil0 2T«t« 

#j*.a8<io'c»c*»rrntfj:i^. iirsfet 

/ajU, lQ50tJSlTA*»*t<, 5 0 010-10 0 
(003S] 

100 341 HlCaSr^fy^ttl&S/Ar-Al 0 acDMF 
CI, 2, 3. 4, SSr^i^T, *#}-Cl±, MFciJ; 
yAr=450ocmi n. MFC2 J:y 02=5 0 c 
e/min, MFC 3 Jc y H*= 5 0 0 e c/m i n % 
•tit-'PnaSU Zft6<oa'^:!r;iL&MFC5*U 10 c 
f e/minSKUfe. MFC4*»6ttA r = 9 9 0 

cc/mi nglU-C. SiS1J10SrtlC««&tfc, *« 
Tftt. fit(5^lOSIt. |^iSSR«wi=0. iMm^lT 
K:««9ttSLfcSUS3l6LfeSgraL,fc. ^^SflO 

Btt, *ia»ioet:j:ysoo'c*iftii!S«ft-cftu, 

10 5 ««)7fc3R^xttttj«6f^/8i; Jt y f^ffS^iT 

tQO^S] iC-e, *»1000ppint*3B4:*fB 
®Si»fe-fr^eA p 3tf;««Aa 1 0 7 L/ 

TBMbffi 0 1 t^Kgfe te ufe. jjf^atx n 1 Q 7 igff 
tt. iltt&Sll 0 8lCj;y*«T?|±5 0 0'C»ClJll!(SLfc. 

!:j«i>d*T»t,tt<, lllBI!S»lOett2 0C~6 0 0lC 

■et»a»**>-f, iiaasioatt4 0o~5COic'ct»*» 

(OOaej Ar^f^Srif;^AP"l0 7A»6««|&l/. 

tfj^smn 1 0 8 *6ftas iiiM i o 2 tc 
*yi8WbiPioi ^w-ews^^feiesLit. ) 
SftL. "tortsuoss&soo'cttfiijtLfe. 
iT?«Yb^p<z)rtm<ojaa£ (B^tas) s 0 0-1 0 

OOT:T*IHfJ:;>. 
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1003 7] 8iCf4 (ZZ-ettPS (100) i/yav-S 
ivs) lOGfc. n-Kayi?j/ArA104feflv^-C 

^•J□i'■5I/^l0 9^^NS!-p^lJ:^\ 
(0 0 3a]a^tit. aoorcsooic-iooor 

10 0 3 9] ttU»»^taLklCn--poly--Sifc)BfiSb 
TtatffltL. MOSi''-r*-K%^Lfe* MO 
Si^w-;!— KO<®J4. cz-ett, n'-poly-Si* 

1 0 0 4 0 ) jaT»C±iaxSl?»fi£L.feMO S 

[004 1] ij--i7aaEfeax4fe 

[ 0 0 4 2] a 2 tc. 1 0 0 0 P P ra. :j(SltOS1± ' 

[004 3J — 3^, ifc«fffStLTBft35lO0%<0K^W 

04ftt*»5t-r. C«)«*<0*'- hBWfcSOTtt. 8. 5n 
ratLfc. 

100 4 4] 02lt5*rJ:^li, ^f<!D«l!l^:fe^^^:** 

Bis^ttTS i c t saw ur . 

[0045] (l«*eff«Ftt) a3lC*^1 000pp 

l^ttSr^T. ifctttL-CftsSlOO^OK^WBt^bliJ:- 
o TJg«4*i&tt^tB|£:rrM 0 S if W :t- KCO«tt* 

40 TSWi:RsjefisrrszticJ:yia»fflawfffl!)Wv>aMt 

[0046] (TODB49^ i^Ami^a^^^ft 
(iTDDB(Tine Dotendenee Qieleetrie Breakdora) : 
SB^gfUgilfiQSa} ^&»/<^. @4(C7Ki»>l 0 0 0 p 

pm, s^sso-c-i— hirA#H5i-e 

m L J^iHtBI &«-r ^ M O S KCD T D D B 4$ 

tt&^r. ibC^^ft-ca^ioo^fOK^-rttftttJ: 

^3^1". eSfESSttl 0 0mA/cmOffllCfev%-C— 
50 i:Lfe. 



Jill ^D/^itt^lrlfd 1^12191 B£e^5 i500S 
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10 0 4 71 .*IQS*Sic«i«fiMblBi»iaifeO-y-v:^;u«!) 

( 0 0 4 8 J «t>. ±sesg«<fSicffli>£i/ ij 3 i/Sffi 
It. p3!Tft3:iKnar7%J;i->. 
[0049J K^baOf tt, S. Snmt?«4*^ 
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(0050) (^m) ±3s$miiitma>:i^^-c, 

10051] 







mtms. 


TDDB 
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X 


X 
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o.. 
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4^ 


XX • 


XX 


XX 


XX 



XX 



xx:i[i^ 
' TDDB :0 
^ Oi^feftjf. OjM«i. A:fla, x:-«ii^»fc^. 

O : lWfcJl». O : a : x : 
XX rSb^ 
(0052] 



30 



103} ifiaij8ffii|Stt£5^i-i^97-CS64. 
(04] TDDB (Time Dependence 
Dieleecrie B r e a k d o nrn4$l£&^-|- 

10 0 BMbS&^ji&SS. 

1 0 1 mbm, 

10 2 iim&. 

10 3 

104 D— Kay^v;*.!^^. 

1 0 5 sum. 



40 



10 6 mm, 

10 7 ;!fxaBAP. 

1 0 8 fSst.m.a, 

10 9 l-trx-jy) 



0 (6) 



9 496176-3 33 918 
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